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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live'' 



^^^Eii^^^^^tt^i iil%k^K>S :^^^T<:^^ 



IS 11679 (1986) 
Furniture] 




Jawaharlal Nehru 
'Step Out From the Old to the New" 



wooden tables for office use [CED 35: 



aj^&vi iJii^s:y>K^ isb^^ni^seg 



:<>5&i| mT'5K^5?::5:^>^i»l 



K^^^iXSVCd^ 



Satyanarayan Gangarara Pitroda 
Invent a New India Using Knowledge 



Bhartrhari — Nitisatakam 
''Knowledge is such a treasure which cannot be stolen" 




^'^^^r 



k 




BLANK PAGE 



^*-^^^ 





PROTECTED BY COPYRIGHT 



f 5 1 1 itn ' \n§ 

( Reaffirmed 2005 ) 

Indian Standard 

SPECIFICATION FOR 
WOODEN TABLES FOR OFFICE USE 



UDC 684-44 041:6512 




© Copyright 1986 

INDIAN STANDARDS INSTITUTION 

MAl^AK BHAVAN, 9 BAHAPUR SHAH ZAFAR MARG 

NEW DEUil 110002 

Qf 2 Novtnther 19S6 



18:11679-1986 

Indian Standard 

SPECIFICATION FOR 
WOODEN TABLES FOR OFFICE USE 

Furniture Sectional Committee, BDC 35 

Chairman 

Shri a. Bharadwaj 

207, Golf Links, New Delhi 

Members Repr$s$niing 

Shri Jayanth,al M. Dalal All India Plastics Manufacturers' Association, 

Bombay 
Shri N. S. Mani ( Alternate ) 
Shri Mahandra Doshi Neqluxc India, Bombay 

Shri R. Parsurau ( Alternate) 
Shri R. S. Duooal Enginecr-in-Ghier» Branch, Army Headquarters, 

New Delhi 
Shri S. G. Garo {AlUrnate ) 
Shri I. P. Fioueredo Godrej & Boycc Manufacturing Gompany Pvt Ltd, 

Bombay 
Shri H. H. Jamshedji ( Alternate ) 
ShriT. N. Gupta Central Building Research Institute (CSIR), 

Roorkee 
Shri V. K. Agarwal ( Alternate ) 
Shri H. C- Kulshreshtha Director of Education, Delhi Administration, Delhi 

Shri S. S. Bhatia ( Alternate) 
Shri K. S. Lamba Office of the Development Commissioner ( Small 

Scale Industries), New Delhi 
Shri G. G. Saha {Alternate) 
Shri M, M. Mistry National Buildings Organisation, New Delhi 

Shri B. D, Dhawan ( Alternate ) 
Shri L, R. Pahwa Indian Tourism Development Corporation, 

New Delhi 
Shri J. A. Panchal National Institute of Design, Ahmadabad 

Shri H. K. Vyas ( Alternate ) 
Dr Krishanavatar Pandby Director of Education, Government of Uttar Pradesh, 

Lucknow 
Shri Ashok G. Patel Ghandan Metal Products Pvt Ltd, Vadodara 

Shri Arun G. Patel {Alternate) 
Shri P. Rajaoopalan Indian Institute of Architects, Bombay 

Representative Plywood Manufacturers* Association of India, 

Calcutta 
Shri M. K. Rishi Central Public Works Department, New Delhi 

{Continued on page 2 ) 



© Copyright 1986 

INDIAN STANDARDS INSTITUTION 

This publication is protected under the Indian Copyright Act ( XIV of 1957 ) aad 

reproduction in whole or in part by any means except with written permission of the 

publisher shall be deemed to be an infringement of copyright under the said Act. 



18:11679-1986 

( continued from pag$ 1 ) 

Membirs Representing 

Shri S. N. Sanyal Forest Research Institute and Colleges, Dehra Dun 

Shri Darbara Sinoh Directorate General of Supplies and Disposals, 

New Delhi 
Col G. B. Singh The Indian Plywood Manufacturing Co Ltd, 

Bombay 
Dr a, Purushotham { AlUmaU) 
Shrj G. Raman, Director General, ISI ( Ex-offitio Member ) 

Director ( Civ Engg ) 

Secretary 

Shri A, K. Avasthy 

Deputy Director ( Civ Engg ), ISI 

Wooden Furniture Subcommittee, BDC 35 : 2 

Ccnventr 
Shri S. N. Sanyal Forest Research Institute and Colleges, Dehra Dun 

Members 

Shri V. K. Aooarwal Central Building Research Institute ( CSIR), 

Roorkce 
Shri Daksha Bhardwaj Indian Institute of Architects, Bombay 

Director Indian Plywood Industries Research Institute, 

Bangalore 
Dr H. N. Jaoadebsh ( Alternate ) 
Shri R. S.DuooAL Engincer-in-Chief's Branch, Army Headquarters, 

New Delhi 
Shri Tarak Dutta Calcutta Cabinet Makers* and Furnishers' 

Association, Calcutta 
Shri Milton V. Fernandez Chippendale ( Exports) Pvt Ltd ( Cepi ), Bombay 

Shri Navar V, Mommaya { Alternate ) 
Shri N. R. Jasani N. R. Jasani Corporation, Bombay 

Shri K. S. Lamba Office of the Development Commissioner ( Small 

Scale Industries), New Delhi 
Shri S. A. Naqpi Novopan India Limited, Hyderabad 

Shri K. R. Sreedhara ( Alternate ) 
Shri J. A. Panohal National Institute of Design, Ahmadabad 

Shri H. K. Vyab ( Alternate ) 
Shri S. W. Patwardhan Formica ( India ) Ltd, New Delhi 

Shri Daleep Sinoh ( Alternate ) 
Shri Indbr Dutt Salwan Salwan Furniture Co Ltd, New Delhi 

Col G. B. Singh Indian Plywood Manufacturing Co Ltd, Bombay 

Dr a. Puruihothaw ( Alternate ) 
Shri Jimmy A. Unwalla Godrej & Boyce Manufacturing Co Pvt Ltd, 

Bombay 
Shri I. P Fioueredo ( Alternate I ) 
Shri H* H. Jamshedji {Alternate II ) 



IS:X1679.1986 

Indian Standard 
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WOODEN TABLES FOR OFFICE USE 

0. FOREWORD 

0,1 This Indian Standard was adopted by the Indian Standards Institution 
on 30 May 1986, after the draft finalized by the Furniture Sectional 
Committee had been approved by the Civil Engineering Division Council. 

0.2 In view of the fast expanding furniture industry in the country and the 
trend of manufacturers to industrialize and mechanize processes, it has 
becomepossible to produce oflBce furniture to strict standards of accuracy 
and strength and also in view of the general quality consciousness among 
the average purchaser of furniture, this standard has been prepared to lay 
down minimum requirements for tables for oflBce use. 

0.3 For the purpose of deciding whether a particular requirement of this 
standard is complied with, the final value, observed or calculated, express- 
ing the result of a test for analysis, shall be rounded off in accordance with 
IS : 2-1960*. The number of significant places retained in the rounded 
off value should be the same as that of the specified value in this standard. 



1. SCOPE 

1.1 This standard lays down requirements for materials, construction, finish 
and test for wooden tables for office use. 

2. MATERIALS 

2.1 Timber — Any timber species recommended for furniture and cabinet 
making ( IS : 399-19631 ) shall be used. The timber used shall be 
straight grained, free from defects and well seasoned. The moisture content 
shall be in accordance with IS : 287-1973 J. Sap wood of all durable species 
and timber of non-durabie species shall be given a preservative treatment 
as specified m IS : 40l-1982§. 

•Rules for rounding off numerical values { nvised ). 

tCiasaitication of commercial timbers and their zonal distribution ( revised), 
JRccommcndations for maximum permissible moisture content for timber used for 
different purposes ( second revision ) . 

§Gode of practice for preservation of timber ( third revision ). 
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2.2 Blockboards — Blockboards used shall conform to IS : 1659-1979* and 
shall be of Grade I if air-drying finishes are adopted, and Grade II if 
suitable oven drying finishing are adopted. 

2.3 Decorative Laminates — Decorative laminates used shall conform to 
IS : 2046-1969t and shall be of the colour, design and finish as prescribed 
by the purchaser. 

2.4 Table Tops — The table tops shall conform to IS : 4414-1977t. 

2.5 Adhesires — Adhesives used for joinery work shall conform to 
IS : 4835-1979§ and IS : 849-1957||, 

2.6 The paints, varnish and French polish shall conform to the schedules 
given in IS : 2338 ( Part 2 )-19671f. Clear lacquer, melamine resin based 
paint or polyurethane paint may also be used. 

3. DIMENSIONS 

3.1 The height and minimum knee space shall conform to IS : 3663- 
1981^*. 

4. ASSEMBLY 

4.1 The various components shall be assembled by means of fittings, bolts 
and nuts or screws fixed under pressure. Before driving screws, pilot holes 
should be driven into the wood panels and the screws shall be dipped in 
glue before driving in the holes. The joinery details at various locations of 
tables shall conform to IS : 3845-196611- 

5. FINISH 

5.1 For finishing, the surface shall be waxed, French polished, varnished or 
painted. The method of application finish shall conform to IS : 2338 
( Part 1 )- 1967 1{. Clear lacquer, melamine resin based paint or poly- 
urethane paint, when used, shall be applied as per manufacturer's 
instructions. 

♦Specification for blockboards ( second revision ). 

fSpecification for decorative thermosetting synthetic resin bonded laminated shceti 
{Jirst revision ) . 

JSpecification for wooden table tops {first revision), 

§Specification for polyvinyl acetate dispersion-based adhcsivei for wood [first revision ). 

llSpecification for cold setting casein glue for wood. 

^Code of practice for finishing of wood and wood-based materials ; Part 2 Schedules. 

♦♦Dimensions of tables and chairs for general office purposes {first revision ), 

f tCode of practice for joints used in wooden furniture, 

JJCode of practice for finishing of wood and wood-based materials : Part 1 Operations 
and workmanship. 
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6. SAMPLING 

6.1 Sampling and testing of tables shall be in accordance with IS : 5967- 
1969*. 

7. REQUIREMENTS 

7.1 Wooden tables shall conform to the requirements specified in Table 1. 

8. TESTS 

8.1 The tests shall be of three categories. 

8.1.1 Type Tests —Test carried out to prove conformity to the require- 
ments of this specification, 

8.1.2 Acceptance Tests — Tests carried out on sample selected from a lot 
for the purpose of acceptance of lot. 

8.1.3 Routine Tests — Tests carried out on each and every table to check 
the requirements which are likely to vary durmg manufacture. 

8.2 Categories of Tests 

8.2.1 Type Tests — The following shall comprise the type tests 
( see 8.1.1 ): 

a) Workmanship, 

b) Dimensions and tolerances, 

c) Glue adhesion test, 

d) Physical tests, 

e) Mechanical tests, and 

f) Tests for surface finish. 

8.2.2 Acceptance Tests — The following comprise acceptance tests 
( see 8.1.2 ). Acceptance tests shall be made on the samples selected from 
each lot in accordance with the sampling procedure given in IS : 5967-1969*. 

a) Workmanship, 

b) Dimensions and tolerances, and 

c) Glue adhesion test. 

8.2.3 Routine Tests — Each and every table shall be checked for good 

workmanship. 

♦Methods of test for general purposes wooden tables. 
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TABLE 1 REQUIREMENTS OF WOODEN TABLES 

{Clause 7.1) 



Sl No. Characteristic 



Dimensions 



Glue adhesion 



3. Physical tests 



Requirements 



Height and minimum knee space 
( clear width and height ) 

The glue line should offer appreci- 
able resistance to forcible separa- 
tion and the opened surface should 
show some adherent 6brcs. The 
laminate should be level on the 
blockboard and should not show 
any waviness indicating trapped 
air between the laminate and the 
blockboard. 

No distortions, loosening of material/ 
joints, oxidation and other effects 
of tests 

Shall not show any damage listed 
in6ofIS:5967-1969t 



4, Mechanical tests 

5. Tests for surface 
finish : 

a) Resistance to 
dry heat 

b) Resistanee to 
wet heat 

c) Resistance to 
marking by 
oils and fats 

d) Resistance to 
marking by 
liquids 

c) Resistance to 
mechanical 
damage 

♦Dimensions of tables and chairs for general office purposes (first 
fMethods of test for plywood : Part 5 Test for adhesion of plies ( 
JMethods of test for general purpose wooden tables. 

Method of test for clear finishes for wooden furniture : 
§Part 1 Resistance to dry heat ( first revision ) . 
||Part 2 Resistance to wet heat (first revision ). 
iJPart 3 Resistance to marking by oils and fats. 
♦•Part 4 Resistance to marking by liquids. 
ttPart 6 Resistance to mechanical damage. 



Minimum qualifying average rating 
shall conform to 7 of IS : 5807 
{ Part I )-1975§ 

Minimum qualifying average rating 
shall conform to 7 of IS : 5807 
(Part2)-I975l| 

Test spots shall be indistinguishable 
from the surrounding area 

Minimum qualifying average ratings 
shall conform to 8 of IS : 5807 
(Part4)-1975+» 

Results shall conform to 5.3 of 
IS:5807 (Part6H978tt 



Method of Test 
{ Ref to Relevant 
Indian Standard ) 

13:3663-1981* 

IS: 1734 (Part 5)- 
1983t 



5.2 of IS: 5967- 
1969t 

5.3 of IS : 5967- 
1969t 



IS: 5807 (Part 1)- 
1975§ 

IS: 5807 ( Part 2)- 

1975|| 

IS: 5807 ( Part 3)- 
197111 

IS:5807CPart4)- 
1973** 

IS: 5807 (Part 6)- 
1978tt 

revision ). 
second revision ) . 
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9. PACKING 

9.1 All wooden tables shall be packed according to usual trade practice. 

10. INFORMATION TO BE SUPPLIED BY THE PURCHASER 

10.1 The purchaser shall supply the following information to the supplier 
along with the order: 

a) Type, shape and size of wooden table; and 

b) Colour and finish. 

11. MARKING 

11,1 All the wooden tables shall be marked with the name of the manu- 
facturer or his recognised trade-mark. 

11.1.1 The wooden tables may also be marked with the ISI Certification 
Mark. 

Note — The use of the ISI Certification Mark is governed by the provisions of the 
Indian Standards Institution ( Certification Marks ) Act and the Rules and Regulations 
made thereunder. The ISI Mark on products covered by an Indian Standard conveys 
the assurance that they have been produced to comply with the requirements of that 
standard under a well-defined system of inspection, testing and quality control which is 
devised and supervised by ISI and operated by the producer. ISI marked products arc 
also continuously checked by ISI for conformity to that standard as a further safe- 
guard. Details of conditions under which a licence for the use of the ISI Certification 
Mark may be granted to manufacturers or processors, may be obtained from the 
Indian Standards Institution. 



INTERNATIONAL SYSTEM OF UNITS (SI UNITS) 

Bas« Units 

Quantity Unit Symbol 

Length metrt m 

Mass Kilogram kg 

Time second 8 

Electric current ampere A 

Thermodynamic kelvin K 
temperature 

Luminous Intensity candela ed 

Amount of substance moie mol 

Supplemantary Units 

Quantify Unit Symbol 

Plane angle radian rad 

Solid angle steradian sr 



Derived Units 

Quantify 
Force 
Energy 
Power 
Flux 

Flux density 
Frequency 

Electric conductance 
Electromotive force 
Pressure, stress 



Unit 


Symbol 




Definition 


newton 


N 




N - 1 Kg. m/s 


ioule 


J 




J -= 1 N.m 


watt 


W 




W - 1J/S 


weber 


Wb 




Wb - 1 V.s 


tesia 


T 




T « 1 Wb/m» 


hertz 


Hz 




H2-1 c/s(s-M 


Siemens 


S 




S - 1 A/V 


volt 


V 




V - 1 W/A 


pascal 


Pa 




Pa - 1 N/m» 



AMENDMENT NO. 1 SEPTEMBER 1993 

TO 

IS 11679 : 1986 SPECIFICATION FOR WOODEN 

TABLES FOR OFFICE USE 

( Page 4, clause lA) — Add the following new clause after 2.4 and renumber 
tbe subsequent clauses: 

"23 Medium Density Fibreboards (MDF) 

MDF used for tbe manufacture of wooden tables shall conform to IS 12406 : 1988 
'Specification for medium density fibreboard for general purposes'." 



( CED 35 ) 



Reprography Unit, BIS, New Deihi, India' 



AMENDMENT NO. 2 JANUARY 1997 

TO 

IS 11679:1986 SPECIFICATION FOR WOODEN 

TABLES FOR OFFICE USE 

( Page 3, clause 0.2 ) — Insert the following new clause after 0,2 and 
renumber the subsequent clauses; 

*0.3 A scheme of labelling environment friendly products to be known as ECO 
Mark is being introduced at the instance of the Ministry of Environment and 
Forests (MEF), Government of India. The ECO Mark shall be administered by 
the Bureau of Indian Standards (BIS) under the BIS Act, 1986 as per the 
Resolution No. 71 dated 21 February 1991 published in the Gazette of the 
Government of India. For a product to be eligible for ECO Mark, it shall also 
carry the Standard Mark of the BIS besides meeting additional optional 
environment friendly requirements.' 

( Page 3, clause 2.1 ) — Substitute the following for the existing clause: 

'*2.1 Timber — Any species of timber specified in IS 13622 : 1993 ^Indian 
timber for furnitures and cabinets — Classification' shall be used in the 
manufacture of wooden tables for office purposes. 

2.1.1 For ECO Mark, only species of timber as specified in IS 13622:1993 from 
sources other than natural forests, such as timber from industrial and social 
forestry plantations, shade trees from tea and coffee estates, etc, shall be used for 
the manufacture of wooden tables for office purposes.'' 

( Page 4, clause IJl ) — Insert the following at the end of the clause: 

'Tor ECO Mark, the block board shall conform to the requirements specified in 
IS 1659 : 1990 'Specification for block boards ( third revision )' for ECO Mark 
purposes," 

[ Page 4, clause 2.5 ( see also Amendment No. 1 ) ] — Insert the following 
at the end of the clause: 

Tor ECO Mark, the medium density fibreboard shall conform to the 
requirements specified in IS 12406 : 1988 for ECO Mark purposes.' 

( Page 5, clause 8.2.3 ) — Insert the following new clauses after 8.2.3 and 
renumber the subsequent clauses: 



Amend No- 2 to IS 11679 : 1986 

*9 ADDITIONAL REQUIREMENTS FOR ECO MARK 

9.1 General Requirements 

9.1.1 The product shall confonn to the requirements of quality and perfonnance 
as specified in the standard. 

9.1-2 The manufacturer shall produce to BIS environmental consent clearance 
from the concerned State Pollution Control Board as per the provisions of the 
Water (Prevention and Control of Pollution) Acty 1974 and Air (Prevention and 
Control of Pollution) Act ,1981 alongwith the authorization, if required under the 
Environment (Protection) Act, 1986, while applying for ECO Mark. 

9.2 Specific Requirements 

The product shall conform to the specific requirements given for ECO Mark 
under relevant clauses of this standard. 

NOTE — The manufacturer shall provide documentary evidence by way of certificate or 
declaration to this effect to the Bureau of Indian Standards while applying for ECO 
Mark.* 

( Page 7, clause 11,1.1 ) — Insert the following new clause at the end of the 
clause: 

*1L2 The criteria for which the product has been labelled as ECO Mark/ 



(CED35) 



Reprography Unit, BIS, New Delhi, India 



